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The glycerine cement is a yellow or brownish
mass, which, pressed into moulds and left in these for
some days, fills out the finest hollowings of the mould,
and is, therefore, very suitable for coin impressions or
reliefs, which are more solid than plaster or cement
casts.
The cement is particularly suitable as foundations
for objects which are of considerable weight, and
which are, therefore, constantly subjected to blows,
for this cement, in spite of the hardness it gains in
course of time, never loses all its elasticity. Founda-
tions of steam engines, stamping machines, etc.,
have therefore been made of lead-glyceride which is
also used for cementing stones. In order to cement
stones, the spaces in question should be smeared over
with concentrated glycerine, then litharge should be
powdered on to them, and the stones tightly pressed
one on the other and for some days kept under pres-